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In the Abstract : 

Please amend the heading at page 30, line 1, as follows: 
Abstrac b ABSTRACT OF THE DISCLOSURE 

Please amend the paragraph at page 30^ lines 2 to 12 , as fo llows : 
An object of — the invention is — to provide In a hard 
sintered body indexable insert , insert — in which a hard 
sintered body used as a cutting edge is respectively brazed 
to seating groove s of the upper and lower surfaces of all 
corners of a tool substrate > The insert substyat e and to 
■ seating grooves of the upp e r and low e r surfac e s ther e of ^ 
and which has high performance and is low-cost. A brazing 
alloy a part of which contains 0.5 to 55 wt % Ti and/or Zr 
and the remainder of Cu and inevitable impurities is used 
as a typical brazing alloy, and the hard sintered body is 
brazed to the tool substrate by heating it in a vacuum or 
in an inert gas atmosphere. The thickness of the tool 
substrate remaining between the upper and lower seating 
grooves is 30% to 90% of the entire thickness of the hard 
sintered body indexable insert, and the cutting-edge length 
of the hard sintered body is 0.5 mm to 4 mm. 
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